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(54) Method of forming interiayer insulating film 

(57) A material containing, as a main component, 
an organic silicon compound represented by the follow- 
ing general formula: 



Fig. 1 



R\Si(OR2)4., 



(where R^ is a phenyl group or a vinyl group; R^ is an 
alkyi group; and x is an integer of 1 to 3) is caused to 
undergo plasma polymerization or react with an oxidiz- 
ing agent to form an interiayer insulating film composed 
of a silicon oxide film containing an organic component. 
As the organic silicon compound where R^ is a phenyl 
group, there can be listed phenyttrimethoxysilane or 
diphenytdimethoxysilane. As the organic silicon com- 
pound where R^ is a vinyl group, there can be listed 
vinyltrimethoxysilane or divinykitimethoxysilane. 
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Description 

BACKGROUND OF THE INVEIMTION 

5 The present invention relates to a method of forming an interlayer insulating film In a semiconductor device. 

Known interlayer insulating films formed in semiconductor devices include a silicon oxide film, a silicon oxide film 
composed of an organic SOG (Spin-On-Glass) containing an organic component and an organic polymer film. 

In general, an Interlayer insulating film formed in a semiconductor device is required to have a sufficiently low die- 
lectric constant to achieve lower wiring capacitance and sufficiently high heat resistance to withstand a semiconductor 
10 manufacturing process. 

With the increasing miniaturization of an LSI formed on a semiconductor substrate, wiring capacitance which is par- 
asitic capacitance between metal wires has remari^bly increased, while degraded performance of the LSI due to a wir- 
ing delay caused thereby has presented a serious problem. The wiring capacitance is determined by the size of a space 
between the metal wires and by the magnitude of the dielectric constant of an interlayer insulating film present in the 
IS space. To reduce the wiring capacitance, therefore, it is important to reduce the dielectric constant of the interlayer insu- 
lating film. 

If an interlayer insulating film with low heat resistance is used, a thermal treatment at about 400 ""C performed in a 
semiconductor manufacturing process will soften the interlayer insulating film and undulate wiring, which may cause a 
fatal failure such as a disconnection or short circuit This is why the interlayer insulating film is required to have suffi- 

20 ciently high heat resistance to withstand the thermal treatment at about 400 

Since an interlayer insulating film composed of a silicon oxide film has an undesirably high dielectric constant there 
has been proposed a fluorine-doped silicon oxide film made of silicon oxide doped with fluorine. Although the dielectric 
constant of the fluorine-doped silicon oxide film has been lowered by bonding a fluorine atom having low polarizability 
to a silicon atom composing the oxide film, the moisture absorbing property thereof increases with an increase in the 

25 amount of fluorine added thereto, so that a minimum dielectric constant attainable is about 3.5. Hence, it is difficult to 
use silicon oxide fijms including the fluorine-doped silicon oxide film as interlayer insulating fiin^ in an eoctremejy rnini- 
aturized LSI. 

In place of silicon oxide films, the use of an organic SOG film or organic polymer film as an interlayer insulating film 
in an extremely miniaturized LSI is under consideration because of its low dielectric constant. 
30 The organic SOG film is formed by thermally curing a solution containing silica or siloxane each having an organic 
component such as a methyl group or a phenyl group. Since the organic component remains in the film even after ther- 
mal curing, a low dielectric constant of about 3.0 is attained. 

As a first conventional embodiment a method of forming an interlayer insulating film composed of an organic SOG 
film will be described with reference to FIGS. 6(a) to 6(d). 
35 First, as shown in FIG. 6(a). first-level metal wires 2 are formed on a semiconductor substrate 1 , followed by a first 
silicon oxide film 3 formed over the entire surface of the semiconductor substrate 1 including the first-level metal wires 

2 by plasma CVD using a gas mixture of. e.g., tetraethoxysilane and oxygen as a raw material. Thereafter, an organic 
SOG agent is applied onto the first silicon oxide film 3 by spin coating arid thermally cured to form an organic SOG film 
4. 

40 Then, as shown in FIG. 6(b), the entire surface of the organic SOG film 4 is etched bad^ such that the portions 
thereof overlying the first-level metal wires 2 are removed. 

Next, as shown in FIG. 6(c). a second silicon oxide film 5 is formed over the entire surface of the silicon oxide film 

3 including the remaining organic SOG film 4 by, e.g., plasma CVD using a gas mixture of, e.g.. tetraethoxysilane and 
oxygen as a raw material. 

45 Next, as shown in FIG. 6(d), contact holes are formed in the first and second silicon oxide films 3 and 5 by using a 
resist pattern as a masl^, which is then removed by using an oxygen plasma. Subsequently a metal material is filled in 
the contact holes to form contacts. After that, second-level metal wires 7 are formed on the second silicon oxide film 5, 
resulting In a structure having an interlayer insulating film consisting of the first silicon oxide film 3. the organic SOG film 
4, and the second silicon oxide film 5 between the f irst-and second-level metal wires 2 and 7. 

50 As a second conventional embodiment, a method of forming an interlayer insulating film composed of a f luorinated 
amorphous cartx)n film, which is an organic polymer film, will be described. As disclosed in a technical report (Extended 
Abstracts of the 1995 International Conference on Solid State Devices and Materials, Osaka, 1995, pp.177-179), a 
fluorinated amorphous cartson film is formed by plasma CVD using, as a raw material, a mixture of a hydrocarbon- 
based component such as CH4 and a fluorine-containing component such as CF4. 

55 After the gas mixture is introduced into a reaction chamber of a parallel-plate plasma CVD apparatus, the pressure 
inside the reaction chamber is held at several hundreds of Torr. When RF power on the order of 100 to 300 W at 13.56 
MHz is applied to parallel-plate electrodes in the reaction chamber, the gas mixture is partially decomposed to generate 
monomers, ions, and radicals, which undergo plasma polymerization, resulting in a fluorinated amorphous carbon film 
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as a plasma polymerization film deposited on a semiconductor substrate. The f luorinated amorphous cartx>n film thus 
formed has a low dieiectric constant of 2.0 to 2.5 immediately after deposition. 

However, since the foregoing organic SOG film is formed by repeatedly performing the steps of applying the 
organic SOG agent and thermally curing the applied organic SOG agent several times, it has the disadvantages of poor 

5 film formability resulting from a large amount of time required by the formation of the organic SOG film and high cost 
resulting from the major portion of the agent wasted during the spin coating. 

In the case where the etch-back process, as illustrated in FIG. 6(b), is not performed with respect to the entire sur- 
face of the organic film 4 before contact holes are formed in the organic SOG film 4 and in the first silicon oxide film 3 
by using the resist pattern as a mask, which is then removed by using an oxygen plasma, and contacts are formed by 

10 filling the metal material in the contact holes, the following problems arise. In the step of removing the resist pattern by 
using the oxygen plasma, SiCHs contained in the organic SOG films 4 exposed at the sidewalls of the contact holes 
reacts with the oxygen plasma to generate SiOH, which is condensed by dehydration to generate H2O in the step of 
filling the metal material in the contact holes. The resulting H2O causes the oxidization and contamination of the metal 
forming the contacts, leading to faulty conduction at a contact. 

15 As for the organic polymer film composed of the fluorinated amorphous cart>on film, it has the advantage of an 
extremely low dielectric constant over the organic SOG film but is inferior thereto in heat resistance because of its low 
glass transition temperature. When the conventional fluorinated amorphous cart)on film is subjected to a thermal treat- 
ment at a temperature of 300 °C or more, the thickness of the film is significantly reduced, while the dielectric constant 
thereof is greatly increased. For example, if a fluorinated amorphous carbon film made from CH4 and CF4 and having 

20 a dielectric constant of 2.2 immediately after deposition is subjected to a thermal treatment at a temperature of 300 ''C 
for 1 hour, the film contracts till the thickness thereof is reduced to about 65% of the original thickness immediately after 
deposition, which is a 35% reduction, while the dielectric constant thereof is increased to about 2.8. 

It is to be noted that the foregoing problems are not limited to the interlayer insulating film formed between upper 
and lower metallization layers but also arise in an interlayer insulating film between metal wires included in a single met- 

25 alllzation layer. 

SUMMARY OF THE INVENTION 

In view of the foregoing, a first object of the present invention is to improve tiie film formability, cost efficiency, and 
30 processability of an interlayer Insulating film composed of an organic SOG film. A second object of the present invention 
Is to improve the heat resistance of an interlayer insulating film composed of an organic polymer film. 

To attain tiie first object, there is provided a first metiiod of forming an interlayer insulating film of the present inven- 
tion, wherein a material containing, as a main component, an organic silicon compound represented by tiie following 
general formula: 

35 

R\Si(OR2)4.x 

(where R** is a phenyl group or a vinyl group; R^ is an alkyi group; and x Is an integer of 1 to 3) Is caused to undergo 
plasma polymerization or react with an oxidizing agent to form an interlayer insulating film composed of a silicon oxide 
40 film containing an organic component. 

In accordance with the first method of forming an interlayer insulating film, since the resulting interlayer insulating 
film contains, as a main component, the organic silicon compound represented by the following general formula: 

R\Si(OR2)4., 

45 

(where R'^ Is a phenyl group or a vinyl group; R^ is an alkyt group; and x is an Integer of 1 to 3) or by the following general 
formula: 

R\SiH4.x 

so 

(where R*^ is a phenyl group or a vinyl group; and x is an integer of 1 to 3), tiie proportion of SiCHs contained in tiie 
interlayer insulating film is much lower than contained in a conventional organic SOG film, though the dielectric constant 
thereof is equal to that of the conventional organic SOG film. Accordingly, even when the interlayer insulating film is 
exposed to an oxygen plasma, only a small amount of SiOH is generated and the dehydration condensation of SiOH 
55 does not occur in the step of filling a metal material in contact holes. As a result, H2O Is not generated and hence tiie 
problem of ^ulty conduction at a contact does not occur. 

Moreover, since tiie silicon oxide film containing the organic component is formed by causing the material contain- 
ing the organic silicon compound as the main component to undergo plasma polymerization or react with an oxidizing 
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agent in accordance with tlie first method of forming an interlayer insulating film, it is no more necessary to perform the 
steps of applying an organic SOG agent and curing the applied organic SOG agent, resulting in excellent film formabil- 
ity. 

In the first method of forming an interlayer insulating film, the organic silicon compound represented by the general 
5 formula: R\Si(0R^)4_x is preferably phenyltrimethoxysilane or diphenyldimethoxysilane and the organic silicon com- 
pound represented by the general formula: R''xSiH4.x is preferably phenylsilane or diphenylsilane. 

In the first method of forming an interlayer insulating film, the organic silicon compound represented by the general 
formula: R^x^K0R^)4.x is preferably vinyltrimethoxysilane or divinyldimethoxysilane and the organic silicon compound 
represented by the general formula: R''xSiH4.x is preferably vinylsilane or divinylsilane. 
10 To attain the second object, there is provided a second method of forming an interlayer insulating film according to 
the present invention, wherein a material containing, as a main component, a f luorinated carbon compound having two 
or more double bonds of carbon atoms in a molecule thereof is caused to undergo plasma polymerization to form an 
Interlayer insulating film composed of a f luorinated amorphous carbon film. 

In accordance with the second method of forming an interlayer insulating film, since the fiuorinated carbon com- 
15 pound has two or more double bonds of carbon atoms in a molecule thereof, radicals each having three or more unoc- 
cupied bonds are likely to be generated when the fiuorinated cartx)n corrpound is decomposed by a plasma. These 
radicals promote three-dimensional polymerization and ensure three-dimensional bonding in polymer composing the 
plasma polymerization film, which positively increases the crosslinking density and glass transition temperature of the 
resulting interlayer insulating film, so that the heat resistance thereof is remarkably improved. 
20 In the second method of forming an interlayer insulating film, the fiuorinated carbon compound is preferably com- 
posed only of carbon atoms and fluorine atoms. This prevents the plasma polymerization film from containing hydrogen, 
so that the dielectric constant of the resulting interlayer insulating film is towered. 

In this case, the fiuorinated carbon compound is more preferably hexafluoro-1 ,3-butadiene. 
To attain the second object, there is provided a third method of forming an interlayer insulating film according to the 
25 present invention, wherein a material containing, as a main component a fiuorinated carbon compound having a triple 
bond of carbon atoms in a molecule thereof is caused to undergo plasma polymerization to form an interlayer insulating 
film composed of a fiuorinated amorphous cartx)n film. — - - 

In accordance with the third method of forming an interlayer insulating film, since the fiuorinated carbon compound 
has a triple bond of carbon atoms in a molecule thereof, radicals each having three or more unoccupied bonds are likely 
30 to be generated when the fiuorinated carbon compound is decomposed by a plasma. These radicals promote three- 
dimensional polymerization and ensure three-dimensional bonding in polymer composing the plasma polymerization 
film, which positively increases the crosslinking density and glass transition temperature of the resulting interlayer insu- 
lating film, so that the heat resistance thereof is remarkably improved. 

In the third method of forming an interlayer insulating film, the fiuorinated carbon compound is preferably composed 
35 only of carbon atoms and fluorine atoms. This prevents the plasma polymerization film from containing hydrogen, so 
that the dielectric constant of the resulting interlayer insulating film is lowered. 

In this case, the fiuorinated carbon compound is more preferably hexafluoro-2-butyne. 

To attain the second object, there is provkied a fourth method of forming an interlayer insulating film according to 
the present invention, wherein a material containing, as a main component, a fiuorinated carbon compound having a 
40 polycyclic structure in a molecule thereof is caused to undergo plasma polymerization to form an interlayer insulating 
film composed of a fiuorinated amorphous carbon film. 

In accordance with the fourth method of forming an interlayer insulating film, since the fiuorinated carbon com- 
pound has a polycyclic structure in a molecule thereof, radicals each having three or more unoccupied bonds are likely 
to be generated when the fiuorinated carbon compound is decomposed by a plasma. These radicals promote three- 
45 dimensional polymerization and ensure three-dimensional bonding in polymer composing the plasma polymerization 
film, which positively increases the crosslinking density and glass transition temperature of the resulting interlayer insu- 
lating film, so that the heat resistance thereof is remarkably improved. 

In the fourth method of forming an interlayer insulating film, the fiuorinated carbon compound is preferably com- 
posed only of cartx)n atoms and fluorine atoms. This prevents the plasma polymerization film from containing hydrogen, 
50 so that the dielectric constant of the resulting interlayer insulating film is lowered. 

In the fourth method of forming an interlayer insulating film, the fiuorinated carbon compound preferably has a con- 
densed cyclic structure in the molecule thereof. This increases the likelihood that radicals each having three or more 
unoccupied bonds are generated, so that the crosslinking density of the resulting interlayer insulating film is further 
increased, resulting in higher heat resistance thereof. 
55 In this case, the fiuorinated carbon compound is more preferably perfluorodecalin. perfluorofluorene, or per- 
fluoro(tetradecahydrophenanthrene). 

In a fifth method of forming an interlayer insulating film according to the present invention, a material containing, as 
a main component, a gas mixture of an organic silicon conrpound composed of a compound represented by the follow- 
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ing general formula: 

R\Si(OR2)4.x 

5 (where is a phenyl group or a vinyl group; R^ is an alky! group; and x Is an integer of 1 to 3) or of a siloxane derivative 
and a f luorinated carbon compound is caused to undergo plasma polymerization or react with an oxidizing agent to form 
an interlayer insulating film composed of a silicon oxide film containing a f luorinated carbon. 

In accordance with the fifth method of forming an interlayer insulating film, the silicon oxide film containing a f luor- 
inated carbon is formed by causing the material containing, as the main components, the organic silicon compound and 

10 the f luorinated carlx)n compound to undergo plasma polymerization or react with the oxidizing agent so that the result- 
ing interlayer insulating film contains the organic silicon compound and the f luorinated cartson compound, which signif- 
icantly lowers the dielectric constant of the interlayer insulating film. Moreover, since the steps of applying the organic 
SOG agent and curing the applied organic SOG agent, which have been necessary to form the conventional organic 
SOG film, are no more necessary, similarly to the first method of forming an interlayer insulating film, excellent film form- 

15 ability is achieved. 

In a sixth method of forming an interlayer insulating film according to the present invention, a material containing, 
as a main component, a gas mixture of an organic silicon compound and a f luorinated carbon compound having two or 
more double bonds of carbon atoms in a molecule thereof is caused to undergo plasma polymerization or react with an 
oxidizing agent to form an interlayer insulating film composed of a silicon oxide film containing a f luorinated carbon. 

20 In accordance with the sixth method of forming an interlayer insulating film, the silicon oxide film containing a f luor- 
inated carbon is formed by causing the material containing, as the main component, the gas mixture of the organic sil- 
icon compound and the f luorinated carbon compound to undergo plasma polymerization or react with the oxidizing 
agent, so that the resulting interlayer insulating film contains the organic silicon compound and the f luorinated cartx>n 
compound, which significantly lowers the dielectric constant of the interlayer insulating film. Moreover, since the f luori- 

25 nated carbon compound has two or more double bonds of cart>on atoms In a molecule thereof, similarly to the second 
method of forming an interlayer insulating film, radicals each having three or more unoccupied bonds are likely to be 
generated when the f luorinated carbon compound is decomposed by a plasma. These radicals promote three-dimen- 
sional polymerization and allow the formation of a silicon oxide film containing a f luorinated cartDon with a high crossllnk- 
ing density and excellent heat resistance. 

30 In a seventh method of forming an interlayer insulating film according to the present invention, a material contain- 
ing, as a main component, a gas mixture of an organic silicon compound and a fluorinated carbon compound having a 
triple bond of carbon atoms in a molecule thereof is caused to undergo plasma polymerization or react with an oxidizing 
agent to form an interlayer insulating film composed of a silicon oxide film containing a fluorinated carbon. 

In accordance with the seventh method of forming an interlayer insulating film, the silicon oxide film containing a 

35 fluorinated carbon is formed by causing the material containing, as the main component, the gas mixture of the organic 
silicon compound and the fluorinated carbon compound to undergo plasma polymerization or react with the oxidizing 
agent, so that the resulting interlayer insulating film contains the organic silicon compound and the fluorinated carbon 
compound, which significantly lowers the dielectric constant of the interlayer insulating film. Moreover, since the fluori- 
nated carbon compound has a triple bond of carbon atoms in a molecule thereof, similarly to the third method of forming 

40 an interlayer insulating film, radicals each having three or more unoccupied bonds are likely to be generated when the 
fluorinated carbon compound is decomposed by a plasma. These radicals promote three-dimensional polymerization 
and allow the formation of a silicon oxide film containing a fluorinated carbon with a high crosslinking density and excel- 
lent heat resistance. 

In an eighth method of forming an Interlayer insulating film according to the present invention, a material containing, 
45 as a main component, a gas mixture of an organic silicon compound and a fluorinated carbon compound having a poly- 
cyclic structure is caused to undergo plasma polymerization or react with an oxidizing agent to form an interlayer insu- 
lating film composed of a silicon oxide film containing a fluorinated cartx)n. 

In accordance with the eighth method of forming an interlayer insulating film, the silicon oxide film containing a 
fluorinated carbon is formed by causing the material containing, as the main connponent, the gas mixture of the organic 
50 silicon compound and the fluorinated carbon compound to undergo plasma polymerization or react with the oxidizing 
agent, so that the resulting interlayer insulating film contains the organic silicon conpound and the fluorinated carbon 
compound, which significantly lowers the dielectric constant of the interlayer insulating film. Moreover, since the fluori- 
nated cartx3n compound has a polycyclic structure in a molecule thereof, similarly to the fourth method of forming an 
interlayer insulating film, radicals each having three or more unoccupied bonds are likely to be generated when the 
55 fluorinated carbon compound is decomposed by a plasma. These radicals promote three-dimensional polymerization 
and allow the formation of a silicon oxide film containing a fluorinated carbon with a high crosslinking density and excel- 
lent heat resistance. 

In the sixth to eighth methods of forming an interlayer insulating film, the organic silicon compound is composed of 
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a compound represented by the following general formula: 

R\Si(OR2)4., 

6 (where is a phenyl group or a vinyl group; R^ is an alkyi group; and x is an integer of 1 to 3) or of a siloxane derivative. 
This improves the film fbrmability, dielectric constant, and heat resistance of the resulting interlayer insulating film. 

BRIEF DESCRIPTION OF THE DRAWINGS 

10 FIG. 1 is a schematic view of a plasma CVD apparatus for use in a method of forming an interlayer insulating film 
according to each of the embodiments of the present invention; 

FIGS. 2(a) to 2(d) are cross-sectional views illustrating individual process steps in accordance with a first method 
of manufacturing a semiconductor device to which the method of forming an interlayer insulating film according to 
each of the embodiments of the present invention is applied; 
IS FIGS. 3(a) to 3(d) are cross-sectional views illustrating individual process steps in accordance with a second 
method of manufecturing a semiconductor device to which the method of forming an interlayer insulating film 
according to each of the embodiments of the present invention is applied; 

FIG. 4 shows the result of analysis when Fourier transform infrared spectroscopy was performed with respect to an 
interlayer insulating film according to the first embodiment and a conventional organic SOG film; 
20 FIG. 5 shows the result of analysis when Fourier transform infrared spectroscopy was performed with respect to 
interlayer insulating films according to the first embodiment, which had undergone no thermal treatment, a thermal 
treatment at 450 ""C. and a thermal treatment at 500 °C; and 

FIGS. 6(a) to 6(d) are cross-sectional views illustrating individual process steps In accordance with a conventional 
method of forming an interlayer insulating film. 

25 

DETAILED DESCRIPTION OF THE INVENTION 

Referring now to FIG. 1 . a description will be given first to a CVD apparatus for use in a method of forming an inter- 
layer insulating film according to each of the embodiments of the present invention, which will be described later. 

30 FIG. 1 schematically shows the structure of a parallel-plate plasma CVD apparatus. As shown in the drawing, a 
semiconductor substrate 1 2 made of silicon and a sample stage 1 3, which is to serve as a lower electrode, are disposed 
In a hermetic reaction chamber 1 1 . The sample stage 13 is connected to a first RF power source 15 or to the ground 
via a change-over switch 14. The sample stage 13 is internally provided with a heater (not shown) for heating the sem- 
iconductor substrate 12 placed on the sample stage 13 to a specified temperature. In a position opposing the sample 

35 Stage 1 3 in the reaction chamber 1 1 , there is provided a shower head 1 6, which is to serve as an upper electrode. The 
shower head 16 is connected to a second RF power source 1 7 for supplying RF power at 13.56 MHz. 

The reaction chamber 1 1 is provided with first, second, and third gas supply lines 21, 22, and 23 for introducing a 
gas into the reaction chamber 1 1 . The first gas supply line 21 is provided with a first container 24 for containing a liquid 
raw material therein. When the first container 24 is supplied with carrier gas at a flow rate controlled by a mass flow con- 

40 troller (not shown), the bubbled gas is introduced from the first container 24 into the reaction chamber 1 1 . The second 
gas supply line 22 is provided with a second container 25 for containing a liquid raw material therein. When the second 
container 25 is supplied with carrier gas at a flow rate controlled by a mass flow controller (not shown), the bubbled gas 
is introduced from the second container 25 into the reaction chamber 1 1 . Since the reaction chamber 1 1 is connected 
to a vacuum pump 26. the reaction chamber 1 1 can be evacuated by driving the vacuum pump 26 so that the gases are 

45 exhausted from the reaction chamber 1 1 . 

Below, a first method of manufacturing a semiconductor device to which the method of forming an interlayer insu- 
lating film according to each of the embodiments of the present invention is applied will be described with reference to 
FIGS. 2(a) to 2(d). 

First, as shown in FIG. 2(a), first metal wires 101 made of. e.g.. aluminum are formed on a semiconductor substrate 
50 100. Then, as shown in FIG. 2(b), an interlayer insulating film 102 is deposited over the semiconductor substrate 100 
including the first metal wires 101. As for a method of forming the interlayer insulating film 102, it will be described later. 

Next, as shown in FIG. 2(c), the interlayer insulating film 102 is subjected to planarization. Thereafter, as shown in 
FIG. 2(d), a contact 1 03 is formed in the interlayer insulating film 1 02, followed by second metal wires 1 04 made of, e.g., 
aluminum which are formed on the interlayer insulating film 1 02. 
55 Below, a second method of manufacturing a semiconductor device to which the method of forming an interlayer 
insulating film according to each of the embodiments of the present invention will be described with reference to FIGS. 
3(a) to 3(d). 

First, as shown in FIG. 3(a), a first silicon nitride film 201 , a first interlayer insulating film 202, a second silicon nitride 
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film 203. and a second interlayer insulating film 204 are sequentially deposited on a semiconductor substrate 200. As 
for a method of forming the first and second interlayer insulating films 202 and 204, it will be described later. 

Next, as shown in FIG. 3(b), the second silicon nitride film 203 and the second interlayer insulating film 204 are pat- 
terned by photolithography to form openings 205 for forming a wiring pattern. Then, the first silicon nitride film 201 and 
s the first interlayer insulating film 202 are patt^ned by photolithography to form openings for contacts, in this case, the 
second silicon nitride film 203 serves as an etching stopper against etching performed with respect to the second inter- 
layer insulating film 204, while the first silicon nitride film 201 serves as an etching stopper against etching performed 
with respect to the first interlayer insulating film 202. 

Next, as shown in FIG. 3(c), a metal film 207 made of. e.g., copper is deposited over the entire surface of the sem- 
10 iconductor substrate 200 by sputtering or CVD and caused to ref low by a thermal treatment to be filled in the openings 
205 for forming a wiring pattern and in the openings 206 for contacts. 

The metal film 207 is then subjected to CMP to form metal wires 208 and contacts 209 as shown in FIG. 3(d), 
resulting in buried wiring having a dual damascene structure. 

IS (Rrst Embodiment) 

An interlayer insulating film according to a first embodiment is a plasma polymerization film formed by inducing 
plasma polymerization of a material containing, as a main component, phenyltrimethoxysilane which is an organic sili- 
con compound represented by the following general formula: 

20 

R\Si(ORVx 

(where is a phenyl group or a vinyl group; R^ is an alkyi group; and x is an integer of 1 to 3). 

A description will be given to a method of forming the interlayer insulating film according to the first embodiment. 
25 First, the semiconductor substrate 12 is placed on the sample stage 13 heated to. e.g., 400 ''C and grounded by 
the change-over switch 14 and then the reaction chamber 1 1 is evacuated by the vacuum punp 26. 

Next, phenyltrimethoxysilane represented by the following Chemical Formula 1 : 

Chemical Fozmula 1 

30 



35 



40 




HXO -Si-OCH. 
^1 ^ 
OCH3 



is contained in the first container 24. white can'ier gas composed of, e.g., argon is supplied at a flow rate of 480 cc/min 
to the first container 24 so that bubbled phenyltrimethoxysilane is introduced into the reaction chamber 1 1 . 

Next, the pressure inside the reaction chamber 1 1 is set to about 1 .0 Torr and RF power of 250 W at a frequency 
45 of 13.56 MHz is applied from the second RF power source 17 to the shower head 16 sending as the upper electrode. 
During the process, phenyltrimethoxysilane gas is partially decomposed to generate monomers, ions, and radicals €is 
decomposition products, which are polymerized to form the interlayer insulating film made of the plasma polymerization 
film on the semiconductor substrate 12. The structure of the plasma polymerization film is diagrammatically shown by 
the following Chemical Formula 2: 

so 



55 
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Chemical Formula 2 



10 



IS 



20 




\ / 



CHg- CH2-Si 



\ 



2S 

Since the interlayer insulating film according to the first embodiment is fornied by plasma CVD, it is unnecessary to 
repeatedly perform the steps of applying the organic SOG agent and thermally curing the applied SOG agent several 
times, resulting in improved film formabirity and lower cost. 

In addition, since the interlayer insulating film according to the first embodiment contains SiCHa in an amount much 

30 smaller than in the conventional organic SOG film, a minimum amount of SiOH is generated even when the interlayer 
insulating film is etched by using an oxygen plasma. Consequently, the step of filling metal in contact holes is free from 
the phenomenon that SiOH is condensed by dehydration to generate H2O and cause faulty conduction at a contact. 

FIG. 4 shows the result of analysis when Fourier transform infrared spectroscopy (hereinafter referred to as FT-IR) 
was performed with respect to the interlayer insulating film according to the first embodiment and to the conventional 

35 organic SOG film. In contrast to the spectrum obtained from the conventional organic SOG film which exhibits a distinct 
peak of absorbance in the vicinity of a wave number of 1300 cm '' . the spectrum obtained from the interlayer insulating 
film according to the first embodiment exhibits only a small peak of absorbance in the vicinity of a wave number of 1300 
cm""' , which indicates that the interlayer insulating film according to the first embodiment contains a smaller amount of 
SiCH3 than the conventional organic SOG film. 

40 FIG. 5 shows the result of analysis when FT-IR was performed with respect to interlayer insulating films which had 
undergone no thermal treatment, a thermal treatment at 450 *G in a nitrogen atnrK)sphere, and a thermal treatment at 
500 "^C in a nitrogen atmosphere. Since no difference is observed between the FT-IR spectra obtained from the inter- 
layer insulating films with no thermal treatment and with the thermal treatments at 450 *'C and 500 °C. It will be under- 
stood that the interlayer Insulating film according to the first embodiment has sufficiently high heat resistance to 

45 withstand an LSI manufacturing process. 

The dielectric constant of the interlayer insulating film according to the first embodiment was about 3.0. After the 
interlayer insulating film was allowed to stand at room temperature for about 2 weeks, the dielectric constant thereof 
was measured again to be about 3.1 . This indicates that the interlayer Insulating film according to the first embodiment 
has stable film quality scarcely varying with time. 

so The density of leakage currents was also measured to be about 4.5 x 1 0'^ A/cm^ at 5 M V/cm. which was satisfac- 
tory. 

Although the pressure inside the reaction chamber 1 1 has been set to about 1.0 Torr, it is not limited thereto but 
may be set at any value within the range of 100 mTorr to 20 Torr. More preferably, the pressure inside the reaction cham- 
ber 1 1 is within the range of 0.5 to 5.0 Ton. 
55 Although the semiconductor substrate 1 2 has been heated to 400 ^C, it is not limited thereto but may be heated to 
any temperature within the range of 25 to 500 *C. If the semiconductor substrate 12 Is heated to a temperature over 400 
^C, however, aluminum composing the metal wires formed on the semiconductor substrate 12 will lose heat resistance, 
80 that the semiconductor substrate 12 Is preferably heated to a temperature equal to or lower than 400 ""C. If the tem- 
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perature of the semiconductor substrate 12 is less than 200 ""C. on the other hand, an undesired component may be 

contained in the interlayer insulating film being formed, so that the semiconductor substrate 12 Is preferably heated to 

a temperature of 200 ""C or more. 

The RF power applied to the shower head 16 as the upper electrode may have any value within the range of 100 
5 to 1 000 W. More preferably, the RF power has a value within the range of 250 to 500 W. 

As compounds represented by the foregoing general formula: R\Si(0R^4.x where R^ is a phenyl group, there can 

be listed diphenytdimethoxysilane (Ph2-Si-(OCH3)2) in addition to phenyltrimethoxysilane. As compounds represented 

by the foregoing general formula: R^xSK0R^)4.x where R^ is a vinyl group, there can be listed vinyltrimethoxysilane 

(CH2=CH-Si-(OCH3)3) and divinyldimethoxysilane ((CH2=CH)2-Si-(OCH3)2). 
10 Although the first embodiment has formed the interlayer insulating film composed of the plasma polymerization film 

by causing the material having, as a main component, an organic silicon conpound represented by the general formula: 

R^xSi(OR2)4., 

75 to undergo plasma polymerization, the interlayer Insulating film may also be formed by causing the material having, as 
a main component, an organic silicon compound represented by the following general formula: 

R\SIH4.x 

20 (where R^ is a phenyl group or a vinyl group; and x is an integer of 1 to 3) to undergo plasma polymerization or by caus- 
ing the material having, as a main component, an organic silicon compound represented by the forgoing general for- 
mula: 

R^Si(OR2)4.x 

25 

or by the foregoing general formula: 

R\SiH4.x 

30 to react with an oxidizing agent made of. e.g.. O2 or H2O. In this case, O2 gas, H2O gas, or the like is introduced into 
the reaction chamber 1 1 through the third gas supply line 23 in the CVD apparatus shown in FIG. 1 . 

As compounds represented by the foregoing general formula: R^xS'^^4-x where R^ is a phenyl group, there can be 
listed phenylsilane and diphenylsilane. As compounds represented by the foregoing general formula: R^x^iH^^x where 
Ri is a vinyl group, there can be listed vinylsilane or divinylsilane. 

35 

(Second Embodiment) 

An interlayer insulating film according to a second embodiment is a f luorinated amorphous cart)on film formed by 
inducing plasma polymerization of a material having, as a main component, 1,1,1,3,3-pentafluorpropene which is a 
40 fluorinated carbon compound having a double bond of cartx)n atoms In a molecule thereof and containing a hydrogen 
atom. 

A description will be given to a method of forming the interlayer insulating film according to the second embodi- 
ment. 

First, the semiconductor substrate 12 is placed on the sample stage 13 grounded by the change-over switch 14 and 
45 then the reaction chamber 1 1 is evacuated by the vacuum pump 26. 

Next, 1,1,1 ,3,3-pentaf luoropropene is contained in the first container 24, while carrier gas composed of, e.g., argon 
is supplied at a flow rate of 50 to 500 seem to the first container 24 so that bubbled 1,1.1 ,3,3-pentaf luoropropene is intro- 
duced into the reaction chamber 11. 

After the pressure inside the reaction chamber 1 1 is set to 100 to 500 mTorr. RW power of 100 to 500 W at a fre- 
so quency of 13.56 MHz is applied from the second RF power source 1 7 to the shower head 16 serving as the upper elec- 
trode. During the process, 1.1,1 ,3.3-pentafluoropropene gas is partially decomposed to generate monomers, ions, and 
radicals as decomposition products, which are polymerized to form the interlayer insulating film made of the plasma 
polymerization film on the semiconductor substrate 12. 

Since the plasma polymerization film contains 1,1,1,3,3-pentaf luoropropene as a main component, the interlayer 
55 insulating film composed thereof was a fluorinated amorphous carbon film containing a carbon atom, a fluorine atom, 
and a hydrogen atom. The fluorinated amorphous carbon film had a dielectric constant of 2.5 immediately after depo- 
sition. 

Since the plasma polymerization film is formed from ions and radicals which are decomposition products resulting 
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from the decomposition of the gas in the plasma and have reacted on the semiconductor substrate 12. the properties 
of the decomposition products present in the plasma deeply influence the structure of the plasma polymerization film. 
Moreover, the heat resistance of the plasma polymerization film Is closely related to the crossllnking density thereof, 
which determines the structure of the plasma polymerization film. 

In a conventional plasma polymerization film composed of a f luorinated amorphous carbon film, bonding in polymer 
composing the plasma polymerization film is linear and one-dimensional so that the glass transition temperature thereof 
Is tow, which may account for poor heat resistance. 

In the interlayer insulating film according to the second embodiment, by contrast, bonding in polymer composing 
the plasma polymerization film tends to be three-dimensional, so that the crossllnking density and glass transition tem- 
perature thereof become high, resulting in excellent heat resistance. Specifically, since 1,1,1,3,3-pentafluoropropene 
has a double bond of cartx)n atoms in a molecule thereof, decomposition products resulting from the decomposition of 
1,1,1,3,3-pentafluoropropene in the plasma are likely to undergo a crosslinking reaction during the formation of the 
plasma polymerization film on the semiconductor substrate 12. Accordingly, the resulting plasma polymerization film 
has a high glass transition temperature and excellent heat resistance. 

To evaluate the heat resistance of the interlayer insulating film according to the second embodiment, the semicon- 
ductor substrate 12 formed with the f luorinated amorphous carbon film according to the second embodiment was held 
at a temperature of 400 "^C in vacuum for 1 hour. The thickness and dielectric constant of the fluorinated amorphous 
caiton film were then measured, with the result that a reduction in film thickness was only about 6% and an increase 
in dielectric constant, which was measured to be about 2.6, was only 0.1 . This has proved the excellent heat resistance 
of the fluorinated amorphous carbon film according to the second embodiment. 

Although the second embodiment has used 1,1,1,3,3-pentafluoropropene as the fluorinated carbon compound 
having a double bond of carbon atoms in a molecule thereof and containing a hydrogen atom, it is also possible to use 
1H.1H,2H-perfluorohexen, 1H,1H,2H-perfluoro-1-octene, trifluoroethylene, or 3,3,3-trlfluoropropene instead. 

Although the second embodiment has used the fluorinated carton compound having a double bond of caiton 
atoms in a molecule thereof and containing a hydrogen atom, it may also contain another component such as N2. 

(Third Embodiment) 

An interlayer insulating film according to a third embodiment is a fluorinated amorphous cartx)n film formed by 
Inducing plasma polymerization of a material having, as a main component, hexafluoropropene which is a fluorinated 
carbon compound having a double bond of cartDon atoms in a molecule thereof and containing no hydrogen atom. 

Since the third embodiment has been implemented by replacing the material used in the second embodiment, a 
description will be given only to the material. 

When hexafluoropropene is introduced into the reaction chamber 1 1 , it is partially decomposed and changed into 
a plasma, while monomers, ions, and radicals are generated as decomposition products and polymerized to form the 
Interlayer Insulating film composed of the plasma polymerization film on the semiconductor substrate 12. 

Since hexafluoropropene according to the third embodiment contains no hydrogen atom, the resulting interlayer 
insulating film was a fluorinated amorphous cartx)n film containing only carlx)n and fluorine atoms. The fluorinated 
amorphous carbon film had a dielectric constant of 2.3 immediately after deposition. 

Since bonding in polymer composing the plasma polymerization film also tends to be three-dimensional in the third 
embodiment, the film has a high glass transition temperature and excellent heat resistance. 

To evaluate the heat resistance of the interlayer insulating film according to the third embodiment, the semiconduc- 
tor substrate 12 formed with the fluorinated amorphous carbon film according to the third embodiment was held at a 
temperature of 400 ""C in vacuum for 1 hour. The thickness and dielectric constant of the fluorinated amorphous carbon 
film were then measured, with the result that a reduction in film thickness was only about 5% and an increase in dielec- 
tric constant, which was measured to be about 2.5, was only 0.2. This has proved the excellent heat resistance of the 
fluorinated amorphous cart>on film according to the third embodiment. Since the fluorinated amorphous carbon film 
according to the third embodiment contains no hydrogen atom and is composed only of a fluorinated carbon, it has 
higher heat resistance and a lower dielectric constant than the fluorinated amorphous carbon film according to the sec- 
ond embodiment. 

Although the third embodiment has used the fluorinated carbon compound having a double bond of carbon atoms 
In a molecule thereof and containing no hydrogen atom, It may also contain another component such as N2. 

(Fourth Embodiment) 

An interlayer insulating film according to a fourth embodiment is a fluorinated amorphous carton film formed by 
Inducing plasma polymerization of a material having, as a main component, hexaf luoro-1 ,3-butadiene which is a fluor- 
inated compound having two double bonds of cartx)n atoms in a molecule thereof and containing no hydrogen atom. 
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Since the fourth embodiment has been irtplemented by repladng the material used in the second enrlbodiment, a 
description will be given only to the material. 

When hexafluoro-1,3-butadiene represented by the following Chemical Formula 3 is introduced into the reaction 
chamber 11 , it is partially decomposed to generate monomers, ions, and radicals as decomposition products, which are 
polymerized to form the interlayer Insulating film composed of the plasma polymerization film on the semiconductor 
substrate 12: 

Chemical Formula 3 



F P P F 

c = c-c = c 



In the fourth embodiment, since hexafluoro-1,3-butadiene has two double tx>nds of carbon atoms in a molecule 
thereof, the two double bonds partially decomposed in a plasma generate radicals each having four unoccupied bonds, 
as shown by the following Chemical Formula 4. which undergo polymerization: 



Chemical Formula 4 



F F F F 
I I I I 
F-C-C-C-C-F 



As a consequence, bonding in polymer composing the plasma polymerization film positively becomes three-dimen- 
sional, 80 that the crossllnking density and glass transition temperature of the resulting interlayer insulating film become 
higher than in the second and third embodiments, resulting in improved heat resistance. 

Although the fourth embodiment has used the fluorinated carbon compound having two double bonds of carbon 
atoms in a molecule thereof and containing no hydrogen atom, it may also contain another component such as N2. 

(Fifth Embodiment) 

An interlayer insulating film according to a fifth embodiment is a fluorinated amorphous carbon film formed by 
inducing plasma polymerization of a material having, as a main component. 3.3,3-trif luoropropyne which is a fluorinated 
carbon compound having a triple bond of carbon atoms in a molecule thereof and containing a hydrogen atom. 

Since the fifth embodiment has been implemented by replacing the material used in the second embodiment, a 
description will be given only to the material. 

When 3,3,3-trif luoropropyne (CFsCaCH) is introduced into the reaction chamber 1 1, it is partially decomposed to 
generate monomers, ions, and radicals as decomposition products, which are polymerized to form the interiayer insu- 
lating film composed of the plasma polymerization film on the semiconductor substrate 12. 

In the fifth embodiment, since 3,3.3-trlfluoropropyne contains a hydrogen atom, the resulting interlayer insulating 
film is a fluorinated amorphous cartx>n film containing a hydrogen atom as well as carbon and fluorine atoms. The fluor- 
inated amorphous cariDon film had a dielectric constant of 2.5 immediately after deposition. 

In the fifth embodiment, since 3,3,3-trrfluoropropyne has a triple bond of cartoon atoms in a molecule thereof, as 
shown by the following Chemical Formula 5. the triple bond partially decomposed in the plasma generate radicals each 
having four unoccupied bonds, as shown in the following Chemical Formula 6. which undergo polymerization: 
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Chemical Formula 5 

F 
I 

F-C-CsC-H 



Chemical Formula 6 

F 

F-C-C-C-H 
I • • 
F 

As a consequence, bonding in polymer composing the plasma polymerization film positively becomes three-dimen- 
sional, so that the aosslinking density and glass transition temperature of the resulting interlayer insulating film become 
higher than in the second and third embodiments, resulting in improved heat resistance. 

To evaluate the heat resistance of the interlayer insulating film according to the fifth embodiment, the semiconduc- 
tor substrate 1 2 formed with the f luorinated amorphous carbon film according to the fifth embodiment was held at a tem- 
perature of 400 ""C in vacuum for 1 hour. The thickness and dielectric constant of the f luorinated amorphous cart)on film 
were then measured, with the result that a reduction in film thickness was only about 5% and an increase in dielectric 
constant, which was measured to be about 2.6, was only 0. 1 . This has proved the excellent heat resistance of the f luor- 
inated amorphous carbon film according to the fifth embodiment. 

Although the fifth embodiment has used 3,3.3-trif luoropropyne as the fluorinated carbon conrpound having a triple 
bond of carbon atoms In a molecule thereof and containing a hydrogen atom. perfluoro(t-butyt)acetylene 
(HC"CC(CF3)3) may be used instead. 

Although the fifth embodiment has used the fluorinated carbon compound having a triple bond of caribon atoms in 
a molecule thereof and containing a hydrogen atom, it may also contain another component such as N2. 

(Sixth Embodiment) 

An Interlayer insulating film according to a sixth embodiment is a fluorinated amorphous carbon film formed by 
inducing plasma polymerization of a material having, as a main component, hexaf luoro-2-butyne which is a fluorinated 
carbon compound having a triple bond of carbon atoms in a molecule thereof and containing no hydrogen atom. 

Since the sixth embodiment has been implemented by replacing the material used in the second embodiment, a 
description will be given only to the material. 

When hexafluoro-2-butyne (CFaC^CCFa) is introduced into the reaction chamber 1 1 , it is partially deconfiposed to 
generate monomers, ions, and radicals as decomposition products, which are polymerized to form the Interlayer insu- 
lating film composed of the plasma polymerization film on the semiconductor substrate 12. 

In the sixth embodiment, since hexafluoro-2-butyne contains no hydrogen atom, the resulting interlayer insulating 
film is a fluorinated amorphous carbon film containing only carioon and fluorine atoms. The fluorinated amorphous car- 
bon film had a dielectric constant of 2.3 Immediately after deposition. 

In the sixth embodiment, since hexafluoro-2-butyne has a triple bond of carbon atoms in a molecule thereof, simi- 
larly to 3,3,3-trifluoropropyne represented by the foregoing Chemical Formula 5, the triple bond partially decomposed 
in a plasma generate radicals each having four unoccupied bonds, similarly to the case of 3,3,3-trifluoropropyne, which 
undergo polymerization. As a consequence, bonding in polymer composing the plasma polymerization film positively 
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becomes three-dimensional, so that the crosslinking density and glass transition temperature of the resulting interlayer 
insulating film become higher than in the second and third embodiments, resulting in improved heat resistance. 

To evaluate the heat resistance of the interlayer insulating film according to the sixth embodiment, the semiconduc- 
tor substrate 12 formed with the fluorlnated amorphous cartoon film according to the sixth embodiment was held at a 

5 temperature of 400 ®C in vacuum for 1 hour. The thickness and dielectric constant of the f luorinated amorphous cartwn 
film were then measured, with the result that a reduction in film thickness was only about 5% and an Increase in dielec- 
tric constant, which was measured to be about 2.4. was only 0.1 . This has proved the excellent heat resistance of the 
f luorinated amorphous carbon film according to the sixth embodiment. 

Although the fifth embodiment has used the f luorinated carbon compound having a triple bond of carbon atoms in 

10 a molecule thereof and containing no hydrogen atom, It may also contain another component such as N2. 

(Seventh Embodiment) 

An interlayer insulating film according to a seventh embodiment is a fluorlnated amorphous carbon film formed by 
75 inducing plasma polymerization of a material having, as a main component, perfluorodecalin which is a fluorlnated car- 
bon compound having a polycyclic structure (condensed cydlc structure) in a molecule thereof and containing no 
hydrogen atom. 

Since the seventh embodiment has been implemented by replacing the material used in the second embodiment, 
a description will be given only to the material. 
20 When perfluorodecalin represented by the following Chemical Formula 7 is introduced into the reaction chamber 

1 1 , it is partially decomposed to generate monomers, ions, and radicals as decomposition products, which are polym- 
erized to form the interlayer insulating film made of the plasma polymerization film on the semiconductor substrate 12: 

Chemical Formula 7 
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In the seventh embodiment, since perfluorodecalin contains no hydrogen atom, the resulting interlayer insulating 
film is a f luorinated amorphous carbon film containing only cartx)n and fluorine atoms. The fluorlnated amorphous car- 
bon film had a dielectric constant of 2.3 immediately after deposition. 

In the seventh embodiment, since perfluorodecalin has a polycyclic structure (condensed structure) in a molecule 
45 thereof, as shown by the foregoing Chemical Formula 7. the polycyclic structure partially decomposed in a plasma gen- 
erate radicals each having four unoccupied bonds, as shown in the following Chemical Formula 8, which undergo 
polymerization: 



so 



55 
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Chemical Formula 8 



F F 
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As a consequence, bonding in polymer conposing the plasma polymerization film positively becomes three-dimen- 
2Q sional, so that the crosslinking density and glass transition temperature of the resulting intertayer insulating film become 
higher than in the second and third embodiments, resulting in improved heat resistance. 

To evaluate the heat resistance of the Interlayer insulating film according to the seventh embodiment, the semicon- 
ductor substrate 12 formed with the f luorinated amorphous carbon film according to the seventh embodiment was held 
at a temperature of 400 ""C in vacuum for 1 hour. The thickness and dielectric constant of the fluorinated amorphous 
25 carbon film were then measured, with the result that a reduction in film thickness was only about 5% and an increase 
In dielectric constant, which was measured to be about 2.4, was only 0.1. This has proved the excellent heat resistance, 
of the fluorinated amorphous carbon film according to the seventh embodiment. 

Although the seventh embodiment has used perfluorodecatin as the fluorinated carbon compound having a polycy- 
clic structure in a molecule thereof and containing no hydrogen atom, a fluorinated carbon compound having a con- 
30 densed cyclic structure such as perfluorofiuorene represented by the following Chemical Formula 9, perfluoro-1- 
methyldecalin represented by the following Chemical Formula 10, or perfluoro(tetradecahydrophenanthrene) repre- 
sented by the following Chemical Formula 1 1 may be used instead: 



35 
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Chemical Formula 9 

F F 



F / C ^ \ >F 

\ ,c-c^ / 



F F F F 



Chemical Formula 10 



F F „ F CF3 

I I I 

F-C\ /C-F 

F / \ F / \ F 
F F F F 



Chemical Formula 11 



P P P 
F^l /F 
T7 c ^C-F 

^-r T >F^F 

P / V F / \ F 
F F F F 

Alternatively. It is also possible to use afluorinated carbon compound having a normal polycyclic structure such as per- 
fluoroblphenyl represented by the following Chemical Formula 12: 
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Chemical Formula 12 



10 




IS 

(Eighth Embodiment) 

An interlayer insulating film according to an eighth embodiment is a silicon oxide film containing a fluorinated car- 
bon formed by inducing plasma polymerization of a material containing, as a main component, a gas mixture of phe- 
20 nyltrimethoxysilane which is an organic silicon compound represented by the following general formula: 

R\Si(OR2)4., 

(where is a phenyl group or a vinyl group; R^ is an alkyi group: and x is an integer of 1 to 3) and a benzene derivative 
25 having a F-C bond which is a fluorinated carbon compound. 

A description will be given toa method of forming the interlayer insulating film according to the eighth embodiment. 
First, the semiconductor sutetrate 12 is placed on the sample stege 13 heated to. e g.. 400 and grounded by 
the change-over switch 14 and then the reaction chamber 1 1 is evacuated by the vacuum pump 26. 

Next, carrier gas composed of. e.g.. argon is supplied at a flow rate of 200 cc/min to the first container 24 containing 
30 therein phenyltrimethoxysilane represented by the foregoing Chemical Formula 1 . so that bubbled phenyltrimethoxysi- 
lane is introduced into the reaction chamber 1 1 . Meanwhile, carrier gas composed of, e.g.. argon is supplied at a flow 
rate of 200 cc/min to the second container 25 containing therein dif luorobenzene which is a benzene derivative having 
a F-C bond represented by the folfowing Chemical Formula 13 so that bubbled dif luorobenzene is introduced into the 
reaction chamber 11: 

36 

Chemical Formula 13 



F 




F 



Next, the pressure inside the reaction chamber 1 1 is set to about 1 .0 Torr and RF power of 600 W at a frequency 
50 of 13.56 MHz is applied from the second RF power source 17 to the shower head 16 sen/ing as the upper electrode. 
During the process, phenyltrimethoxysilane gas and dif luorobenzene are partially decomposed to generate monomers, 
ions, and radicals as decomposition products, which are polymerized to form the interlayer insulating film composed of 
the plasma polymerization film on the semiconductor substrate 12. The structure of the plasma polymerization film is 
diagrammatically shown by the following Chemical Formula 14: 
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Chemical Formula 14 



10 



IS 




\ / 



Si-0-Si-CF2-CH2-Si 



20 



\ 



25 Since the interlayer insulating film according to the eighth embodiment is formed by plasma CVD. it is unnecessary 
to repeatedly perform the steps of applying the organic SOG agent and thermally curing the applied SOG agent several 
times, resulting in improved film formability and lower cost. 

The dielectric constant of the interlayer insulating film according to the eighth embodiment was as low as about 2.5. 
After the interlayer insulating film was allowed to stand at room tenperature for about 2 weeks, the dielectric constant 

30 thereof was measured again to be about 2.7, which indicates stable film quality scarcely varying with time. Thus, 
according to the eighth embodiment, there can be formed the interlayer insulating film with improved film fornnability and 
a reduced dielectric constant. 

The density of leakage currents was also measured to be about 4.5 x 10'® A/cm^ at 5 MV/cm, which was satisfac- 
tory 

35 Although the pressure inside the reaction chamber 1 1 has been set to about 1 .0 Torr. it is not limited thereto but 
may be set at any value within the range of 1 00 mTor to 20 Torr. More preferably, the pressure inside the reaction cham- 
ber 1 1 is within the range of 0.5 to 5.0 Torr. 

The RF power applied to the shower head 16 as the upper electrode may have any value within the range of 100 
to 1000 W. More preferably, the RF power has a value within the range of 250 to 500 W. 

40 Although the semiconductor substrate 12 may be heated to any temperature within the range of 25 to 500 °C, sim- 
ilarly to the first embodiment, it is preferably heated to a temperature within the range of 200 to 400 "C. 

As compounds represented the foregoing general formula: R\Si(0R^4.x where R^ is a phenyl group, there can 
be listed diphenyldimethoxysilane in addition to phenyltrimethoxysilane. As compounds represented by the foregoing 
general formula: R\Si(0R^)4.x where R** is a vinyl group, there can be listed vinyltrimethoxysilane and divinyldimeth- 

45 oxysilane. 

As the benzene derivative having a F-C borKi which is a fluorinated cart)on connpound. benzene fluoride such as 
f luorobenzene or hexaf luorobenzene may be used instead of dif luorobenzene. 

(Ninth Embodiment) 

so 

An interlayer insulating film according to a ninth embodiment is a silicon oxide film containing a fluorinated cartx>n 
formed by inducing plasma polymerization of a material containing, as a main component, a gas mixture of phenyltri- 
methoxysilane which is an organic silicon compound represented by the following general formula: 

55 R\Si(OR2)4.x 

(where R^ is a phenyl group or a vinyl group; R^ is an alkyi group; and x is an integer of 1 to 3) and C2F6 which is a 
fluorinated carbon compound. 
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A description will be given to a method of forming the interlayer Insulating film according to the ninth embodiment. 

First, the semiconductor substrate 12 is placed on the sample stage 13 heated to. e.g.. 400 "C and grounded by 
the change-over switch 14 and then the reaction chamber 1 1 is evacuated by the vacuum pump 26. 

Next, carrier gas composed of. e.g., argon is supplied at a flow rate of 200 cc/min to the first container 24 containing 
therein phenyltrimethoxysllane so that bubbled phenyltrimethoxysilane is introduced into the reaction chamber 1 1 , while 
C2F6 gas is introduced into the reaction chamber 1 1 through the third gas supply line 23. 

Next, the pressure inside the reaction chamber 11 Is set to about 1 .0 Torr and RF power of 700 W at a frequency 
of 13.56 MHz is applied from the second RF power source 17 to the shower head 16 serving as the upper electrode. 
During the process, phenyltrimethoxysilane gas and C2F6 are partially decomposed to generate monomers, ions, and 
radicals as decomposition products, which are polymerized to form the interlayer insulating film composed of the 
plasma polymerization film on the semiconductor substrate 12. The structure of the plasma polymerization film Is dia- 
grammatically shown by the following Chemical Formula 15: 

Chemical Formula 15 




\ / 



F-Si-0-Si-CF2- CH2-Si 



\ 



Since the interlayer insulating film according to the ninth embodiment is formed by plasma CVD, It Is unnecessary 
to repeatedly perform the steps of applying the organic SOG agent and thermally curing the applied SOG agent several 
times, resulting In improved film formability and lower cost. 

The dielectric constant of the interlayer insulating film according to the ninth embodiment was as low as about 2.9, 
After the interlayer Insulating film was allowed to stand at room temperature for about 2 weeks, the dielectric constant 
thereof was measured again to be about 3.0. which Indicates stable film quality scarcely varying with time. Thus, 
according to the ninth embodiment, there can be formed the interlayer insulating film with improved film formability and 
a reduced dielectric constant. 

TTie density of leakage currents was also measured to be about 5.5 x 10'® A/cm^ at 5 MV/cm. which was satisfac- 
tory. 

Although the pressure inside the reaction chamber 1 1 has been set to about 1 .0 Torr, It is not limited thereto but 
may be set at any value within the range of 1 00 mTorr to 20 Torr. More preferably, the pressure inside the reaction cham- 
ber 1 1 1s within the range of 0.5 to 5.0 Torr. 

The RF power applied to the shower head 16 as the upper electrode may have any value within the range of 100 
to 2000 W. More preferably, the RF power has a value within the range of 300 to 750 W. 

Although the semiconductor substrate 12 may be heated to any temperature within the range of 25 to 500 **C. it is 
preferably heated to a temperature within the range of 200 to 400 **C, 

As compounds represented by the foregoing general formula: R\Si(0R^4.x where R^ is a phenyl group, there can 
be listed diphenyldimethoxysilane in addition to phenyltrimethoxysilane. As compounds represented by the foregoing 
general formula: R\Si(0R^4.x where R^ is a vinyl group, there can be listed vinyltrimethoxysilane and divinyWimeth- 
oxysilane. 

As the f luorinated carbon compound, CF4, C4F8, or the like may be used instead of C2F6. 

Although the ninth embodiment has formed the interlayer insulating film composed of the plasma polymerization 
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film by causing the material having, as a main component an organic silicon compound represented by the general for- 
mula R\Si(0R^4.x to undergo plasma polymerization, the interlayer insulating film may also be formed by causing the 
material having, as a main component, an organic silicon compound represented by the following general formula: 

5 R\SiH4.x 

(where R** is a phenyl group or a vinyl group; and x is an integer of 1 to 3) to undergo plasma polymerization or by caus- 
ing the material having, as a main component, an organic silicon compound represented by the foregoing general for- 
mula: 

10 

R\Si(OR2)4., 

or by the foregoing general formula: 

IS R\SiH4.x 

to react with an oxidizing agent made of, e.g., O2 or H2O. In this case, O2 gas or H2O gas as well as C2F6 gas is intro- 
duced into the reaction chamber 1 1 through the third gas supply line 23. 

As compounds represented by the foregoing general formula: R\SiH4.x where R^ is a phenyl group, there may be 
20 listed phenylsilane and diphenylsilane. As compounds represented by the foregoing general formula: R^x^H4.x where 
R"* is a vinyl group, there may be listed vinylsllane or divinylsilane. 

(Tenth Embodirnent) 

25 An interlayer insulating film according to a tenth embodiment is a silicon oxide film containing a f luorinated carbon 
formed by inducing plasma polymerization of a material containing, as a main component, a gas mixture of phenyltrl- 
methoxysilane which is an organic silicon compound represented by the following general formula: 

R\Si(OR2)4.x 

30 

(where R^ is a phenyl group or a vinyl group; R^ Is an alkyi group; and x is an integer of 1 to 3) and perfluorodecalin 
which is the f luorinated carbon compound represented by the foregoing Chemical Formula 7. 

A description will be given to a method of forming the interlayer insulating film according to the tenth embodiment. 
First, the semiconductor substrate 12 is placed on the sample stage 13 heated to. e.g.. 400 ''C and grounded by 
35 the change-over switch 14 and then the reaction chamber 1 1 is evacuated by the vacuum pump 26. 

Next, carrier gas composed of, e.g., argon is supplied at a flow rate of 280 cc/min to the first container 24 containing 
therein phenyltrimethoxysilane so that bubbled phenyltrimethoxysilane is introduced into the reaction chamber 11. 
Meanwhile, carrier gas composed of, e.g., argon is supplied at a flow rate of 42 cc/hfiin to the second container 25 con- 
taining therein perfluorodecalin so that bubbled perfluorodecalin is introduced into the reaction chamber 1 1 . 
40 Next, the pressure inside the reaction chamber 1 1 is set to about 2.0 Torr and RF power of 500 W at a frequency 
of 13.56 MHz is applied from the second RF power source 17 to the shower head 16 serving as the upper electrode. 
During the process, phenyltrimethoxysilane gas and perfluorodecalin are partially decomposed to generate monomers, 
ions, and radicals as decomposition products, which are polymerized to form the interlayer Insulating film made of the 
plasma polymerization film on the semiconductor sut)strate 12. 
45 Since the interlayer insulating film according to the tenth embodiment is formed by plasma CVD, it is unnecessary 
to repeatedly perfonn the steps of applying the organic SOQ agent and thermally curing the applied SOQ agent several 
times, resulting in improved film formability and lower cost. 

The dielectric constant of the interlayer insulating film according to the tenth embodiment was as low as about 2.6. 
After the interlayer insulating film was allowed to stand at room temperature for about 2 weeks, the dielectric constant 
so thereof was measured again to be about 2.7, which indicates stable film quality scarcely varying with time. Thus, 
according to the tenth embodiment, there can be formed the interlayer insulating film with improved film formability and 
a reduced dielectric constant. 

Moreover, the interlayer insulating film had a glass transition temperature of 430 ""C or more, which indicates excel- 
lent heat resistance. 

55 Although the pressure inside the reaction chamber 1 1 has been set to about 1 .0 Torr, it is not limited thereto but 
may be set at any value within the range of 100 mTorr to 20 Torr. More preferably, the pressure inside the reaction cham- 
ber 1 1 is within the range of 0.5 to 5.0 Torr. 

The RF power applied to the shower head 16 as the upper electrode may have any value within the range of 100 



19 



EP0826791 A2 



to 1 000 W. More preferably, the RF power has a value within the range of 250 to 500 W. 

Although the semiconductor substrate 12 may be heated to any temperature within the range of 25 to 500 **C, sim- 
ilarly to the first embodiment, it is preferably heated to a temperature within the range of 200 to 400 *a 

As compounds represented by the foregoing general formula: xSi(OR2)4.x where R^ is a phenyl group, there may 
5 be listed diphenyldimethoxysilane in addition to phenyltrimethoxysilane. As compounds represented by the foregoing 
general formula: R\Si(0R^4.x where R*" is a vinyl group, there may be listed vinyltrimethoxysilane and divinyldimeth- 
oxysilane. 

The f luorinated carbon compound is not limited to pert luorodecalin but those shown In the second to seventh 
embodiments may be used properly. 

10 

(Eleventh Embodiment) 

An interlayer insulating film according to an eleventh embodiment is a silicon oxide film containing a f luorinated car- 
bon formed by inducing plasma polymerization of a material containing, as a main component, a gas mixture of hexam- 
15 ethyWisiloxane which is a siloxane derivative and perfluorodecalin which is the fluorinated carbon compound 
represented by the foregoing Chemical Formula 7. 

A description will be given to a method of forming the interlayer insulating film according to the eleventh embodi- 
ment. 

First, the semiconductor substrate 12 is placed on the sample stage 13 heated to, e.g.. 400 ''C and grounded by 

20 the change-over switch 14 and then the reaction chamber 1 1 is evacuated by the vacuum pump 26. 

Next, carrier gas composed of, e.g., argon is supplied at a flow rate of 28 cc/min to the first container 24 containing 
therein hexamethyldisiloxane so that bubbled hexamethyldisiloxane is introduced into the reaction chamber 11. Mean- 
while, carrier gas composed of, e.g., argon is supplied at a flow rate of 280 cc/min to the second container 25 containing 
therein perfluorodecalin so that bubbled perfluorodecalin is introduced into the reaction chamber 1 1 . 

25 Next, the pressure inside the reaction chamber 1 1 is set to about 0.8 Torr and RF power of 250 W at a frequency 
of 13.56 MHz is applied from the second RF power source 17 to the shower head 16 serving as the upper electrode. 
During the process, hexamethyldisiloxane and perfluorodecalin are partially decomposed to generate monomers, ions, 
and radicals as decomposition products, which are polymerized to form the interlayer insulating film composed of the 
plasma polymerization film on the semiconductor substrate 12. 

30 Since the interlayer insulating film according to the eleventh embodiment is formed by plasma CVD, it is unneces- 
sary to repeatedly perform the steps of applying the organic SOG agent and thermally curing the applied SOG agent 
several times, resulting in improved film fbrmability and lower cost. 

The dielectric constant off the interlayer insulating film according to the eleventh embodiment was as low as about 
2.75. After the interlayer insulating film was allowed to stand at room temperature for about 2 weeks, the dielectric con- 

35 stant thereof was measured again to be about 2.8, which indicates stable film quality scarcely varying with time. Thus, 
according to the eleventh embodiment, there can be formed the interlayer insulating film with improved film formability 
and a reduced dielectric constant. 

Moreover, the interlayer insulating film had a glass transition temperature off 430 or more, which indicates excel- 
lent heat resistance. 

40 Although the pressure inside the reaction chamber 1 1 has been set to about 0.8 Torr. it is not limited thereto but 
may be set at any value within the range of 100 mTorr to 20 Torr. More preferably, the pressure inside the reaction cham- 
ber 1 1 is within the range of 0.5 to 5.0 Torr. 

The RF power applied to the shower head 16 as the upper electrode may have any value within the range of 100 
to 1000 W. More preferably, the RF power has a value within the range of 250 to 500 W. 
45 Although the semiconductor substrate 1 2 may be heated to any tenrperature within the range of 25 to 500 °C. sim- 
ilarly to the first embodiment, it is preferably heated to a temperature within the range of 200 to 400 ""C. 

As the siloxane derivative, 1.1,3,3-tetramethyfdisiloxane (H(CH3)2Si-0-SI(CH3)2H. 1 ,3,5,7-tetramethylcyclotetrasi- 
loxane represented by the following Chemical Formula 16, or the like may be used instead of hexamethyldisloxane: 
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Chemical Formula 16 



CH3 

10 / \ / 

0 Si-H 

1 I 
H-Si 0 

4 °-^cH, 

H 

20 



The f luorinated carbon compound is not limited to perfluorodecalin but tho&e shown in the second to se^^enth 
embodiments may be used properly. 

25 Although the eleventh embodiment has formed the interlayer insulating film composed of the plasma polymeriza- 
tion film by causing the material having the siloxane derivative as the main component to undergo plasma polymeriza- 
tion, the interlayer insulating film may also be formed by causing the material having the siloxane derivative as the main 
component to react with an oxidizing agent made of. e.g., O2 or H2O. In this case, O2 gas, H2O gas, or the like is intro- 
duced into the reaction chamber 1 1 through the third gas supply line 23. 

30 Although the argon gas has been used as the carrier gas In each of the first to eleventh embodiments, hydrogen, 
nitrogen, or helium may also be used properly instead of the argon gas. 

Although the sample stage 13 as the lower electrode has been grounded in each of the first to eleventh embodi- 
ments, if the RF power is applied from the first RF power source 15 to the sanple stage 13 by using the change-over 
switch 14, a plasma composed of a reactive gas generated in the reaction chamber 11 can be supplied efficiently to the 

35 sample stage 13. so that the speed at which the interlayer insulating film Is formed is Increased about two- to five-fold. 

Claims 

1. A method of forming an interlayer insulating film, wherein a material containing, as a main conrponent, an organic . 
40 silicon compound represented by the following general formula: 

R\Si(OR2)4.x 

(where R'' is a phenyl group or a vinyl group; R^ is an alkyi group; and x is an integer of 1 to 3) is caused to undergo 
45 plasma polymerization or react with an oxidizing agent to form an interlayer insulating film composed of a silicon 
oxide film containing an organic component. 

2. A method of forming an interlayer insulating film according to claim 1, wherein said organic silicon compound is 
phenyltrimethoxysilane or diphenyldimethoxysilane. 

50 

3. A method of forming an interlayer insulating film according to claim 1 . wherein said organic silicon compound is 
vinyltrimethoxysilane or divinyldimethoxysilane. 

4. A method of forming an interlayer insulating film, wherein a material containing, as a main component, an organic 
55 silicon compound represented by the following general formula: 

R\SiH4.x 
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(where is a phenyl group or a vinyl group; and x is an integer of 1 to 3) is caused to undergo plasma polymeri- 
zation or react with an oxidizing agent to form an interlayer insulating film composed of a silicon oxide film contain- 
ing an organic component. 

5 5. A method of forming an interlayer insulating film according to claim 4, wherein said organic silicon compound is 
phenylsilane or diphenylsilane. 

6. A method of forming an interlayer insulating film according to claim 4. wherein said organic silicon compound is 
vinylsilane or divinylsllane. 

10 

7. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a f luorinated 
carbon compound having two or more double bonds of carbon atoms in a molecule thereof is caused to undergo 
plasma polymerization to form an interlayer insulating film composed of a f luorinated amorphous carbon film: 

15 8. A method of forming an interlayer insulating film according to claim 7, wherein said f luorinated cartxtn compound 
is conrposed only of carbon atoms and fluorine atoms. 

9. A method of forming an interlayer insulating film according to claim 8, wherein said fluorinated carbon compound 
is hexafluoro-1.3-butadiene. 

20 

10. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a fluorinated 
cartx)n compound having a triple bond of carbon atoms in a molecule thereof is caused to undergo plasma polym- 
erization to form an interlayer insulating film composed of a fluorinated amorphous carbon film. 

25 1 1 . A method of forming an interlayer insulating film according to claim 10, wherein said fluorinated cait)on compound 
|s composed onjy of carbon atorris arid fluorine atoms. 

12. A method of forming an Interiayer insulating film according to claim 1 1 , wherein said fluorinated carbon compound 
is hexaf luoro-2-butyne. 

30 

13. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a fluorinated 
carbon compound having a polycydic structure in a molecule thereof is caused to undergo plasma polymerization 
to form an interiayer insulating film composed of a fluorinated amorphous carbon film. 

35 14. A method of forming an interiayer insulating film according to claim 13. wherein said fluorinated carbon compound 
is composed only of carbon atoms and fluorine atoms. 

15. A method of forming an interlayer insulating film according to claim 13, wherein said fluorinated carbon compound 
has a condensed cyclic structure in the molecule thereof. 

40 

16. A method of forming an interlayer insulating film according to claim 15, wherein said fluorinated cart>on compound 
is perf luorodecalin, perf luorof luorene. or perf luoro(tetradecahydrophenan1hrene). 

17. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a gas mix- 
45 ture of an organic silicon compound composed of a compound represented by the following general formula: 

R^Si(OR2)4., 

(where R^ is a phenyl group or a vinyl group; R^ is an alkyl group; and x is an integer of 1 to 3) or of a siloxane 
50 derivative and a fluorinated carbon compound is caused to undergo plasma polymerization or react with an oxidiz- 
ing agent to fbrni an interiayer insulating film composed of a silicon oxide film containing a fluorinated carbon. 

18. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a gas mix- 
ture of an organic silicon compound and a fluorinated carbon compound having two or nrare double bonds of car- 

55 bon atoms in a molecule thereof is caused to undergo plasma polymerization or react with an oxidizing agent to 
form an interlayer insulating film composed of a silicon oxide film containing a fluorinated carbon. 

19. A method of forming an Interlayer insulating film according to claim 18, wherein said organic silicon compound is 



22 



EP0826 791 A2 

composed of a compound represented by the following general formula: 

R\Si(OR2)4.x 

(where is a phenyl group or a vinyl group; Is an alkyi group; and x Is an integer of 1 to 3) or of a slloxane 
derivative. 

20. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a gas mix- 
ture of an organic silicon compound and a f luorlnated carbon compound having a triple bond of carbon atoms in a 
molecule thereof is caused to undergo plasma polymerization or react with an oxidizing agent to form an interlayer 
Insulating film composed of a silicon oxide film containing a f luorinated carbon. 

21. A method of forming an interlayer Insulating film according to claim 20, wherein said organic silicon compound Is 
composed of a compound represented by the following general formula: 

R\Si(OR2)4.^ 

(where R^ is a phenyl group or a vinyl group: R^ Is an alkyI group; and x Is an integer of 1 to 3) or of a sitoxane 
derivative. 

22. A method of forming an interlayer insulating film, wherein a material containing, as a main component, a gas mix- 
ture of an organic silicon compound and a f luorinated carbon compound having a polycydic structure is caused to 
undergo plasma polymerization or react with an oxidizing agent to form an interlayer Insulating film composed of a 
silicon oxide film containing a f luorinated carbon. 

23. A method of forming an interlayer insulating film according to claim 22. wherein said organic silicon corrpound Is 
composed a compound represented by the following general formula: 

R\Si(OR2)4.x 

(where R^ is a phenyl group or a vinyl group; R^ is an alkyI group; and x Is an Integer of 1 to 3) or of a slloxane 
derivative. 
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Fig. 1 
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Fig. 2 (a) 




Fig. 2 (b) 



Fig. 2(c) 



Fig. 2 (d) 
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Fig. 3(a) 



Fig. 3(b) 



Fig. 3(c) 




Fig. 3(d) 
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Fig. 4 
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Fig. 5 
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Fig. 6(a) 

Prior Art 



Fig. 6(b) 
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